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(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a method for obtaining a hollow fiber membrane 
especially reduced in the irregularity of capacity such as water penetration quantity, water 
permeability or the like in a method for manufacturing a dry membrane extremely reduced in 
the elution quantity from the membrane and having excellent dialyzing capacity reduced in the 
adhesion of blood protein or a platelet. 

SOLUTION: A method for manufacturing the dry hollow fiber membrane reduced in the amount 
of an eluted substance includes a process wherein a wet membrane comprising a polysulfone 
polymer and polyvinylpyrrolidone and containing no membrane pore holding material high in 
water penetration quantity and having a large pore size is preliminarily manufactured and dried 
after desolvation to contract the pore size of the wet membrane and a part of 
polyvinylpyrrolidone in the membrane is further made insoluble in water. In this manufacturing 
method, the wet membrane drying process is performed by the irradiation with microwaves. A 
module comprising the hollow fiber membrane obtained by this manufacturing method is also 
disclosed. 
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* NOTICES * 



JPO and NCI PI are not responsible for any 
damages caused by the use of this translation. 




1. This document has been translated by computer. So the translation may not reflect the 

original precisely. 

2. **** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 



CLAIMS 



[Claim(s)] 

[Claim 1] The humid film which does not contain the pit maintenance material of a big aperture 
in the amount of high water penetration which consists of a polysulfone system polymer and a 
polyvinyl pyrrolidone is manufactured beforehand. After shrinking the aperture of this humid film 
by drying after desolventization, include the process which insolubilizes a part of polyvinyl 
pyrrolidone in the film in water further. The manufacture approach of the hollow filament-like 
film which is the approach of manufacturing the dry hollow filament-like film with few effluents, 
and is characterized by performing the desiccation process of the humid film by microwave 
exposure. 

[Claim 2] The manufacture approach according to claim 1 characterized by ****(ing) the hollow 
filament-like film in the shape of a thread at the time of desiccation, and ventilating a 
dehumidification gas in this thread. 

[Claim 3] The manufacture approach according to claim 2 characterized by the difference of the 
water content of the film in the core and the periphery section of a thread at the time of 
desiccation initiation being less than 10%. 

[Claim 4] The manufacture approach according to claim 2 or 3 characterized by reducing the 
output of a microwave exposure when the average water content of a thread becomes 20 - 70% 

after desiccation initiation. 

[Claim 5] The manufacture approach according to claim 2 or 3 characterized by changing from 
microwave exposure desiccation to with a 40-degree-C or more temperature [ temperature 120 
degrees C or less ] stoving when the average water content of a thread becomes 20 - 70% after 
desiccation initiation. 

[Claim 6] The manufacture approach according to claim 4 or 5 characterized by the difference 
of the water content of the film in the core and the periphery section of this thread in the time 
of the average water content of the thread after desiccation initiation becoming 20 - 70% being 
less than 5%. 

[Claim 7] The manufacture approach according to claim 1 to 6 characterized by the ratio of the 
polyvinyl pyrrolidone to a polysulfone system polymer being 18-27 % of the weight by a film 
production undiluted solution consisting of a polysulfone system polymer, a polyvinyl 
pyrrolidone, and a solvent. 

[Claim 8] The module which consists of hollow filament-like film manufactured by the approach 
according to claim 1 to 7. 

[Claim 9] The module according to claim 8 which is an object for hemodialysis. 



[Translation done.] 
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DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[Field of the Invention] This invention has very few elution volumes from the film, and adhesion 
of blood protein and a platelet is related with the approach of manufacturing the small hollow 
filament-like film of dispersion in engine performance, such as the amount of water penetration, 
and permeability, especially, in the manufacture approach of the high performance hollow 
filament-like film of having little outstanding dialysis engine performance. Moreover, this 
invention relates also to the module which consists of hollow filament-like film manufactured 
such. 
[0002] 

[Description of the Prior Art] The technique of using the film which has alternative permeability 
progresses splendidly in recent years, and utilization in extensive fields, such as a separation 
filter of a gas or a liquid, hemodialyzer in the medical field, a hemofiltration machine, and a 
constituent-of-blood selection separation filter, is progressing until now. As an ingredient of this 
film, polymers, such as cellulose systems (a regenerated-cellulose system, a cellulose acetate 
system, chemistry denaturation cellulose system, etc.), a polyacrylonitrile system, a 
polymethylmethacrylate system, a polysulfone system, a polyethylene vinyl alcohol system, and 
a polyamide system, have been used. Among these, since haemocompatibility of a polysulfone 
system polymer improves by in addition to the thermal stability, acid-proof, and alkali resistance 
adding a hydrophilization agent to a film production undiluted solution, and producing a film to it, 
it was observed as a semipermeable membrane material and research has been advanced. 
[0003] On the other hand, in order to paste up the film and to produce a module, it is necessary 
to dry the film but, and if the porous film which consists of an organic macromolecule. the 
permeable membrane which consists of hydrophobic polymers, such as a polysulfone system, 
especially, and ultrafiltration membrane are dried after film production, it is known that the 
amount of water penetration will fall remarkably compared with desiccation before. Therefore, 
the film always needed to be dealt with in the damp or wet condition and the condition of having 
made water immersed. 

[0004] The approach conventionally taken as this cure was putting low volatility organic liquids, 
such as a glycerol, in the hole part in the porous film after film production and before 
desiccation. However, since hyperviscosity [ a low volatility organic liquid ] generally, although 
washing removal took time amount, module molding of the film was carried out and after 
washing was a minute amount, the problem was to see the effluent of the low volatility organic 
liquid origin etc. in module mounting fluid (various derivatives which reacted chemically with the 
low volatility organic liquid, and were generated). 

[0005] Although the method of using the mineral salt of a calcium chloride etc. instead of a low 
volatility organic liquid is shown in the patent reference 1 as an approach of drying without 
using a low volatility organic liquid, there is no change in the need of carrying out washing 
removal. Moreover, though it is a minute amount, it is apprehensive about the bad influence 
which the mineral salt which remained has on a dialysis patient. 

[0006] Moreover, the manufacture approach of the hollow fiber which irradiates microwave is 
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shown in the patent reference 2 as the membranous desiccation approach, performing moist 
heat treatment by the steam to a hollow fiber. However, since steam treatment is carried out in 
order to prevent deformation of the film, though it is desiccation, there is a fault which 
lengthens the drying time, and further, since it is the desiccation after making low volatility 
organic liquids, such as a glycerol, adhere, the purpose of reducing the effluent from the film is 
not attained. 

[0007] The hydrophilization film containing the polyvinyl pyrrolidone which carried out 
desiccation processing to the patent reference 3 and the patent reference 4, without using a 
low volatility organic liquid is indicated. Although the engine performance which separates a 
plasma component from blood is indicated by these, since plasma protein penetrates, it turns 
out that it is not effective as permeable membrane. Moreover, since the polyvinyl pyrrolidone is 
dried at the temperature decomposed and denatured, in the purpose of reducing the effluent 
from the film, it is the process which is not very desirable. 

[0008] Moreover, the hollow fiber to which blood made abundance of the polyvinyl pyrrolidone in 
the film internal surface which contacts directly about 20 - 50% is indicated by the patent 
reference 5. This shows the humid film for mainly lessening affixes, such as blood protein and a 
platelet. Therefore, although it is shown that change cannot take place easily at the time of the 
path of a filtrate rate since blood protein cannot adhere easily, there is no publication about 
dialysis engine performance, like the permeability of albumin is low. 

[0009] the approach of this invention person drying the humid film which has the specific engine 
performance, without sinking into low volatility organic liquids, such as a glycerol, and 
manufacturing the highly efficient blood purification film — having proposed (patent reference 6) 
— when it was made the shape of a thread and dried, it became clear by the core of a thread, 
and the film of the periphery section that some engine-performance difference arises. 
[0010] 

[Patent reference 1] JP,6-277470,A [the patent reference 2] JP,1 1-332980,A [the patent 
reference 3] JP,8-52331.A [the patent reference 4] JP,8-9668.B [the patent reference 5] JP,6" 
296686,A [the patent reference 6] The patent No. 3281364 official report [001 1] 
[Problem(s) to be Solved by the Invention] The technical problem of this invention has very few 
elution volumes from the film, and they are for adhesion of blood protein and a platelet to offer 
the approach of manufacturing the small hollow filament-like film of dispersion in engine 
performance, such as the amount of water penetration, and permeability, especially, in few 
outstanding manufacture approaches of the hollow filament-like film. Moreover, the technical 
problem of this invention is related also with offering the module in which dispersion does not 
have engine performance, such as water permeability and transmission, in a core and the 
periphery section. 
[0012] 

[Means for Solving the Problem] There was no desiccation film for blood purification which has 
the dialysis engine performance dried without using the pit hold-back agent leading to the 
effluent from a module to this invention person's etc. application invention (patent reference 6) 
like the above. When the cause was dried without using a pit hold-back agent, the damp or wet 
condition was becoming completely different film of the low engine performance. Then, this 
invention person etc. produces beforehand the humid film which has the specific engine 
performance which is a diameter of an osculum in the amount of high water penetration rather 
than the target engine performance by application in the first half There is nothing to the 
former of manufacturing the film which is made dried and contracting this and has the dialysis 
engine performance of a target. As a result of advancing research wholeheartedly based on the 
way of thinking that nobody thought of. there were very few effluents and the approach of 
obtaining the film which has the dialysis engine performance adhesion of blood protein and a 
platelet excelled [ engine performance ] in little permselectivity was offered. Then, when 
research was advanced further, this invention persons discovered that dispersion arose in the 
amount of water penetration, or penetrable ability by the core of a thread, and the film of the 
periphery section, when manufacturing the blood purification film by the approach of the patent 
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reference 6, and the humid film was made into the shape of a thread and it dried. Then, in order 
to abolish dispersion, as a result of inquiring wholeheartedly, it results that dispersion is 
suppressed in header this invention with devising a desiccation process. 
[0013] Namely, this invention consists of a polysulfone system polymer and a polyvinyl 
pyrrolidone. The humid film which does not contain the pit maintenance material of a big 
aperture in the amount of high water penetration is manufactured beforehand. In the approach 
of manufacturing the dry hollow filament-like film with few effluents which includes the process 
which makes unnecessary further a part of polyvinyl pyrrolidone in the film in water after 
shrinking the aperture of this humid film by drying after desolventization It is related with the 
manufacture approach of the hollow filament-like film characterized by performing the 
desiccation process of the humid film by microwave exposure. 

[0014] When drying in this invention, it is desirable to **** the hollow filament-like film in the 
shape of a thread, and to pass a dehumidification gas in this thread. It is still more desirable to 
lessen the difference of the water content of the film in the core and the periphery section of a 
thread within 10% in this invention at the time of desiccation initiation. 

[0015] Furthermore, this invention relates also to the approach of reducing the output of a 
microwave exposure or changing from microwave exposure desiccation to with a 4Q-degree-C 
or more temperature [ temperature 120 degrees C or less ] stoving, when the water content of 
the thread after desiccation initiation becomes 20 - 70%. It is still more desirable in that case 
that the difference of the water content of the film in the core and the periphery section of this 
thread in the time of the water content of the thread after desiccation initiation becoming 20 - 
70% is less than 5%. In the above-mentioned approach, a film production undiluted solution 
consists of a polysulfone system polymer, a polyvinyl pyrrolidone, and a solvent, and it is 
desirable that the ratio of the polyvinyl pyrrolidone to a polysulfone system polymer is 18-27 % 
of the weight. This invention relates also to the module which consists of hollow filament-like 
film manufactured as mentioned above again. The hollow filament-like film of this invention is 
excellent in the hemodialysis engine performance, and is used as hollow filament-like film for 
hemodialysis. Furthermore, it is useful also as film for other extracorporeal circulation therapies. 

[0016] 

[Embodiment of the Invention] Below, the configuration of the hollow filament-like film (only 
henceforth the "film") of this invention is explained. The manufacture approach of this invention 
manufactures the humid film of a big aperture beforehand in the amount of high water 
penetration, and has the description to make it dry without infiltrating a pit hold-back agent 
after desolventization. 

[0017] Usually, it is classified into the inorganic substance with which the pit hold-back agent 
used in case the hollow filament-like film is manufactured is anxious about the toxicity to the 
organic substance and the body which have viscosity. Since the pit hold-back agent which 
consists of the organic substance which has viscosity has high viscosity and it is difficult to 
carry out washing removal completely, it can change with the cause which remains in the film, is 
made to increase the elution volume from the film, reacts chemically with the pit hold-back 
agent which remained further, and produces deleterious material. On the other hand, since it 
remains in a minute amount also in the pit hold-back agent which consists of an inorganic 
substance, it is apprehensive about the bad influence which it has on a dialysis patient. 
[0018] The pit hold-back agent as used in the field of this invention is matter put in the hole 
part in the film in the manufacture process before drying in order to prevent the degradation at 
the time of desiccation. It is possible by immersing the humid film in the solution containing a pit 
hold-back agent to put this hold-back agent in the hole part in the film. If even washing and 
removal carry out a pit hold-back agent also even for after desiccation, it is possible to hold 
engine performance, such as the amount of water penetration equivalent to the humid film and 
rejection, according to the effectiveness of a pit hold-back agent. 

[0019] As a pit hold-back agent, ethylene glycol, propylene glycol, A trimethylene glycol, 1, 2- 
butylene glycol. 1, 3-butylene glycol, 2-butine -1, 4-diol, the 2-methyl -2, 4-PENTA diol, 2- 
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ethyl -1, 3-hexandiol, a glycerol, tetraethylene glycol. The organic compound and calcium 
chlorides of a polyethylene glycol 200, a polyethylene glycol 300, and polyethylene-glycol 400 
grade, such as a glycol system or a glycerol system compound, and a sucrose fatty acid ester. 
The mineral salt of a sodium carbonate, sodium acetate, magnesium sulfate, a sodium sulfate, a 
zinc chloride, etc. can be mentioned. 

[0020] Moreover, in this invention, the amounts of water penetration are lOOmL(s) / (m2 and 
hr-mmHg) above in the amount of high water penetration, and the humid film of a big aperture 
means the humid film which the transmission of the polyvinyl pyrrolidone of weight average 
molecular weight 40,000 exceeds 75%, and has the engine performance whose transmission of 
the albumin in a cow plasma system is 0.3% or more. 

[0021] The permeability of cow plasma albumin can be measured by the following approaches. 
First, 100 hollow filament-like film with a die length of 20cm is bundled, and a small module is 
produced. The heparinize cow plasma (heparin 5000 lU/L (liter), protein concentration 6.0 g/dL 
(deciliter)) warmed to this module at 37 degrees C is passed with the linear velocity of 
I.Ocm/second to a film internal-surface side, a module enters, and an ultrafiltration is 
performed for 30 minutes in mean-pressure SOmmHg of ** and It computes permeability 

by measuring measurement of the concentration of the obtained filtrate and former liquid on the 
wavelength of 280nm with an ultraviolet spectroscopy photometer, and substituting it for the 
following formula (1). 

Permeability (%) =(absorbance of filtrate) x100/(absorbance of former liquid) (1) 
[0022] The transmission of a polyvinyl pyrrolidone is called for by performing the same 
actuation as measurement of the transmission of cow plasma albumin except having used the 
water solution to filter as the phosphoric-acid buffer (0.15-mol [ // I. ], pH7.4) water solution of 
3% of the weight of a polyvinyl pyrrolidone (BASF A.G. make K30, weight average molecular 
weight 40,000), and the module having entered and having set the mean pressure of ** and 
**** to 200mmHg(s). 

[0023] After the humid film of a big aperture making a polysulfone system polymer (only 
henceforth a "polymer"), a polyvinyl pyrrolidone, and the film production undiluted solution that 
consists of a solvent breathe out from a double annular nozzle with internal liquid in the amount 
of high water penetration and passing an air gap, in the manufacture approach made to solidify 
by the coagulation bath, it can manufacture by using the water solution of the solvent of a 
polymer for internal liquid. 

[0024] Although internal liquid makes a membranous centrum and a membranous internal 
surface form, it turns out that the aperture of an internal surface becomes large in proportion 
to the solvent concentration in internal liquid. In this invention, since the permeable membrane 
of the engine performance of a target is obtained by carrying out drying shrinkage of the humid 
film, compared with the time of manufacturing the humid film which has the target solvent 
concentration in internal liquid dialysis-engine performance, it is necessary to make it high 
concentration. 

[0025] What has the repeat unit shown by the following formula (2) or the formula (3) as a 
polysulfone system polymer used by this invention is mentioned. In addition, Ar in a formula 
shows the phenyl group of two permutations in the para position, and limits neither about 
polymerization degree nor especially molecular weight. 
-0-Ar-C(CH3)2-Ar-0-Ar-S02-Ar- (2) 
-0-Ar-S02-Ar- (3) 

[0026] Since the hydrophilization effectiveness to the film is as high as the thing of the amount 
of macromolecules and little and as sufficient effectiveness as the thing of the amount of 
macromolecules can demonstrate a polyvinyl pyrrolidone, in this invention, a with a weight 
average molecular weight of 900,000 or more polyvinyl pyrrolidone is used. Although it is 
necessary to make a lot of polyvinyl pyrrolidones remain in the film in order to give the 
hydrophilization effectiveness to the film using the polyvinyl pyrrolidone which has weight 
average molecular weight smaller than 900,000 for this reason, the effluent from the film will 
increase. Moreover, in order to lower an effluent conversely, when the amount of survival in the 
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inside of the film of the polyvinyl pyrrolidone of weight average molecular weight smaller than 
900,000 was lessened, the hydrophilization effectiveness becomes inadequate and hemodialysis 
is performed as a result, the fall of filtration velocity with time is caused and sufficient 
effectiveness cannot be demonstrated. 

[0027] Moreover, both the solvents used for the dissolution of a polysulfone system polymer 
and a polyvinyl pyrrolidone dissolve both these, and are a N-methy|-2-pyrrolidone, N.N- 
dimethylformamide, N,N-dimethylacetamide, etc. 

[0028] Especially if the polymer concentration in a film production undiluted solution is the 
range of concentration where the film which could produce the film and was obtained has the 
engine performance as film, it will not be restricted, but it is 10-30 % of the weight preferably 
five to 35% of the weight. In order to attain permeable high ability, the lower one of polymer 
concentration is good, and its 10 ~ 25 % of the weight is desirable. 

[0029] A still more important thing is the addition of a polyvinyl pyrrolidone, and it is 20 - 27 % 
of the weight still more preferably ten to 27% of the weight preferably 27 or less % of the weight 
of mixing ratio GA of a polyvinyl pyrrolidone to a polymer. It is difficult to be in the inclination 
whose elution volume increases, when the mixing ratio of the polyvinyl pyrrolidone to a polymer 
exceeds 27 % of the weight, and to obtain the film of sponge structure, since the viscosity of a 
film production undiluted solution is low at less than 10 % of the weight. Moreover, what is 
necessary is it to be also possible for to add the 4th component, such as water and a poor 
solvent, in order to control undiluted solution viscosity and a dissolution condition, and for 
combination just to perform the class and an addition at any time. 

[0030] Water is desirable although the liquid which does not dissolve polymers, such as aliphatic 
hydrocarbon, such as alcohols; ether;n-hexanes, such as a water; methanol and ethanol, and n-- 
heptane, for example is used as a coagulation bath. Moreover, it is also possible to control a 
coagulation rate by adding a little the solvent which dissolves a polymer in a coagulation bath. 
[0031] -30-90 degrees C of 0-90 degrees C of temperature of a coagulation bath are 0-80 
degrees C still more preferably preferably. The temperature of a coagulation bath exceeds 90 
degrees C, or the surface state of the hollow filament-like film in a coagulation bath cannot be 
easily stabilized as it is less than ~30 degrees C. 

[0032] Desiccation after desolventization washing is performed by irradiating microwave at the 
thread which is fully carrying out humidity with the gestalt (it is only henceforth called a 
"thread") of the thread which bundled several hollow filament-like many film. 
[0033] However, since it is suitable for drying the thread of low water content to homogeneity 
more, in order to prevent deformation arid melting of the film by fault heating, when the average 
water content of a thread becomes 50 - 70% more preferably 20 to 70%, it is desirable [ a 
microwave exposure ] to reduce the output of a microwave exposure. 

[0034] Furthermore, in order that it may suppress dispersion in the engine performance that the 
difference of the water content of the film in the core and the periphery section of this thread 
in the time of the average water content of a thread becoming 50 - 70% preferably 20 to 70% is 
less than 5%, it is desirable. It is possible at the time of desiccation to make the difference of 
the water content of the film in the core and the periphery section of a thread less than 5% by 
ventilating in a thread. Here, the core of a thread means one sixth of the range of a diameter 
from the central point in the circle configuration cross section of a thread. Moreover, the 
periphery section of a thread means the range of 1/6 from a periphery in the circle 
configuration cross section of a thread. [0035] Moreover, since it is the same, it is desirable 
also about the thread at the time of desiccation initiation that the difference of the water 
content of the film in the core and the periphery section of a thread is less than 10%. If the 
thread after desolventization is left, since a difference will arise in the water content of the 
core of a thread, and the periphery section, it is possible by immersing a thread underwater 
again, just before going into a desiccation process to make the difference of the water content 
of a thread core and the periphery section less than 10%. Here, water content means what is 
calculated by count by (4) types from the weight (A (g)) of the thread before desiccation (or 
film), and the weight (B (g)) of a desiccation thread (or film). 
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Water content (%) =(A-B)x100/B (4) 

[0036] Furthermore, in order to abolish the difference of the rate of drying of the core of a 
thread, and the periphery section, it is desirable to ventilate in a thread the dehumidification gas 
of the temperature which does not exceed 40 degrees C. It means passing a wind between 
hollow filament-like film as ventilating in a thread. In this invention, ventilating a with a 40- 
degree-C or more temperature [ temperature 120 degrees C or less ] dehumidification gas in a 
thread means performing stoving to a thread at the same time it ventilates in a thread. 
[0037] Although the high thing of the output of microwave is desirable, an optimum value 
changes with amounts of the film to dry. Moreover, although the approach of performing two- 
step desiccation changed from a microwave exposure to with a 40--degree-C or more 
temperature [ temperature 120 degrees C or less ] ventilation desiccation also takes the drying 
time rather than a microwave exposure when the water content of a thread becomes 50 - 70% 
preferably 20 to 70%, it is possible to dry a thread to homogeneity. Also in the two-step drying 
method, it is effective in suppressing dispersion in the engine performance that the difference 
of the water content of the film in the core and the periphery section of this thread in the time 
of the water content of a thread becoming 50 - 70% preferably 20 to 70% is less than 5%. 
[0038] It is desirable still more desirable that it is [ 40 degrees-C or more ] 120 degrees C or 
less, and the temperature of stoving is 100 degrees C or less. If it exceeds 120 degrees C, in 
order that a polyvinyl pyrrolidone may denaturalize and decompose, it is not desirable from the 
elution volume from the desiccation film obtained even if it did not use a pit hold-back agent 
increasing. Moreover, since the drying time starts too much at less than 40 degrees C, it is not 
desirable, 

[0039] Since a part of PVR in the film can be insolubiiized in water by irradiating radiations, 
such as an electron ray and a gamma ray, at the film after desiccation, it is possible to reduce 
the elution volume from the film more. Whichever after a modularization of the exposure of a 
radiation is sufficient as a modularization front stirrup. Moreover, if all PVR in the film is 
insolubiiized, while an elution volume can be reduced, it is not desirable from a leuco PENIA 
symptom being observed at the time of dialysis. 

[0040] With PVR insoluble in the water as used in the field of this invention, the meltable 
amount of PVR is deducted from the total amount of PVR in the film in water. The total amount 
of PVR in the film is easily computable with the elemental analysis of nitrogen and sulfur. 
Moreover, the amount of PVR meltable in water can be calculated by the following approaches. 
After dissolving the film completely by the N-methy|-2-pyrrolidone, water is added in the 
obtained polymer solution and a polysulfone system polymer is settled completely. After putting 
this polymer solution furthermore, the quantum of meltable PVR can be carried out to water by 
carrying out the quantum of the amount of PVR in a supernatant with liquid chromatography. 
[0041] The film which was characterized by the manufacture approach of this invention drying 
the humid film which does not contain a pit hold-back agent by microwave exposure, and was 
obtained using this manufacture approach It is the desiccation film which does not contain a pit 
hold-back agent. The permeability of the polyvinyl pyrrolidone of 10-l,000mL/(m2 and hr- 
mmHg) and weight average molecular weight 40,000 at 75% or less [ the amount of water 
penetration of pure water ] And the transmission of the albumin in a cow plasma system is less 
than 0.3%, and it is the hollow filament-like film characterized by the variation in each engine 
performance being still smaller. Although the beta 2-microglobulin (molecular weight: 11,800) 
made into the causative agent for the improvement of dialysis amyloid condition of disease is 
made to fully penetrate in the latest hemodialysis therapy, the film which has the fractionation 
nature which does not make most albumin (molecular weight: 67,000) penetrate is called for, and 
the permeability of albumin [ in / in the film of this invention / a cow plasma system ] is 0.3% or 
less. Since it means losing greatly albumin effective in the inside of the body, it is not desirable 
as permeable membrane that the transmission of albumin exceeds 0.3%. 

[0042] Moreover, the linear correlation which the amount of water penetration of pure water 
shows in the following formula (5) at the transmission (A (%)) of a polyvinyl pyrrolidone and the 
path clearance (B (a part for mL/)) of beta 2-microglobulin in the film of lOmUs) / (m2 and hr- 
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mmHg) more than exists. Although it is required for path clearance evaluation to fabricate and 
process the module of the dialysis specification which has the effective film surface product of 
2 1.5m, it is possible for it to be measurable in simple and to guess path clearance easily by this 
evaluation approach. 
B(part for mL/) =0.636A+29.99 (5) 

Here, in accordance with the performance-evaluation criteria of Japanese Society for Artificial 
Organs, dialysis measurement of the path clearance of beta 2-microglobulin is carried out at the 
module of the effective film surface product of 2 under a part (film internal-surface side) for 
blood flow rate 200mLy. and the conditions for dialysing fluid flow rate 500mLy(film outside- 
surface side) 1.5m. 

[0043] Although, as for the path clearance of beta 2-microglobulin, various things are demanded 
according to a dialysis patient's physical strength, or the percentage of completion of condition 
of disease and condition of disease, if the transmission of a polyvinyl pyrrolidone exceeds 75%, 
since the transmission of albumin will exceed 0.3%, the transmission of a polyvinyl pyrrolidone 
needs to be 75% or less. 

[0044] Moreover, since the pit hold-back agent is not being used for the film made by the 
manufacture approach of this invention by the production process, the effluent of the pit hold- 
back agent origin does not exist Therefore, the absorbance of the effluent test fluid of the film 
of this invention is less than 0.04, and does not contain a pit hold-back agent in this test fluid. 
With effluent test fluid, it adjusts here based on hemodialysis apparatus acknowledgement 
criteria, and after putting 1.5g of desiccation hollow filament-like film cut to 2cm, and distilled- 
water-for-injection 1 50mL into the glassware which suits the alkali dissolution test of the 
glassware trial for injection of a Japanese pharmacopoeia, warming at 70**5 degrees C for 1 
hour and removing the film after cooling, what added distilled water and was set to 150mL(s) is 
meant. An absorbance is measured with an ultraviolet absorption spectrum on the wavelength 
which shows the maximum absorption wavelength in 220-350nm. Although making an 
absorbance or less into 0.1 is defined on hemodialysis apparatus acknowledgement criteria, 
since the film of this invention does not hold a pit hold-back agent, it can attain less than 0,04. 
Moreover, about the existence of a pit hold-back agent, it is detectable by measuring the thing 
which condensed or removed [ moisture ] this test fluid by well-known approaches, such as a 
gas chromatography, liquid chromatography, differential refractive media, an ultraviolet 
spectroscopy photometer, an infrared absorptiometry, nuclear-magnetic-resonance 
spectroscopy, and elemental analysis. Moreover, it is detectable also about whether a pit hold- 
back agent is included in the film with these measuring methods. 

[0045] The film made by the manufacture approach of this invention consists of a polysulfone 
system polymer and a polyvinyl pyrrolidone, and the concentration of the polyvinyl pyrrolidone in 
a film internal surface is 30 - 45 % of the weight. By the polysulfone system film which is the 
hydrophilic property of the film internal surface which blood touches, and contains a polyvinyl 
pyrrolidone (only henceforth "PVP"), the PVP concentration of a film internal surface is 
important for a factor important for membranous haemocompatibility. When the PVP 
concentration of a film internal surface is too low, a film internal surface shows hydrophobicity, 
plasma protein tends to adsorb, and the coagulation of blood also tends to take place. That is, it 
becomes membranous poor haemocompatibility. Conversely, if the PVP concentration of a film 
internal surface is too high, the elution volume to the blood system of PVP will increase, and 
the result which is not desirable will be given for the purpose and application of this invention. 
Therefore, the concentration of PVP of the film internal surface in this invention is 30 - 40% of 
range, and is 33 - 40% preferably. 

[0046] The PVP concentration of a film internal surface is determined by the X ray photon 
spectrum (X-ray Photoelectron spectroscopy, henceforth, XPS). That is, after measurement of 
XPS of a film internal surface arranges a sample in on a double-sided tape, a cutter cuts it open 
to fiber shaft orientations, and after extending so that the membranous inside may become a 
table, it is measured by the usual approach. That is, 01 s and Ols, the concentration for which it 
asked using the relative sensitivity coefficient of equipment attachment from the surface 
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concentration (nitrogen atom concentration) of nitrogen and sulphuric surface concentration 
(sulfur atom concentration) is said from the integrated intensity of NIs and an S2p spectrum, 
and when a polysulfone system polymer is the structure of (2) types, it can ask by count by (6) 
types. 

PVR concentration (% of the weight) =C1M1x100/(C1M1+C2M2) (6) 

It is here and is C1:nitrogen atom concentration (%). 

C2: Sulfur atom concentration (%) 

Ml :P Molecular weight of the repeat unit of VP (1 1 1) 

M2: Molecular weight of the repeat unit of a polysulfone system polymer (442) 
[0047] 

[Example] Although the example of this invention is shown below, this invention is not limited to 
this. 

(Measurement of the amount of platelet adhesion) The following operating procedure performed 
measurement of the amount of platelet adhesion to the film. Bundle 100 hollow filament-like film 
with a die length of 15cm, produce a small module, and this module is made to pass heparinize 
Homo sapiens fresh blood for 15 minutes with the linear velocity of I.Ocm/second, and the 
physiological saline was continuously passed for 1 minute. Next, it computed as LDH activity of 
per a film surface product (internal-surface conversion) by carrying out the quantum of the 
lactate dehydrogenase (henceforth "LDH") emitted from the platelet which carried out beating 
of the hollow filament-like film to 5mm spacing extent, carried out ultrasonic irradiation in the 
physiological saline which contains the polyethylene-glycol alkylphenyl ether (Wako Pure Chem 
trade name triton X-100) 0.5%, and adhered to the film front face. Measurement of enzyme 
activity used the LDH mono-test kit (Boehringer Mannheim and made in Yamanouchi). In 
addition, it compared with a specimen and coincidence using the film (what was obtained by 
being immersed in ethanol for one day after the film of the example 1 in front of gamma 
irradiation was immersed in the sodium hypochlorite with an available chlorine concentration of 
1,500 ppm for two days) which does not contain PVP as positive control. 
[0048] (Plasma protein amount of adsorption) Except having carried out ultrafiltration time 
amount in 240 minutes, after the plasma protein amount of adsorption to the film performed the 
same actuation as the transmissometry of albumin, the physiological saline washed it for 1 
minute. Next, it computed as the protein amount of adsorption per film weight by carrying out 
beating of the hollow filament-like film to 5mm spacing extent, and carrying out the quantum of 
the plasma protein stirred and extracted in the physiological saline which contains sodium lauryl 
sulfate 1.0%. Protein concentration used BCA protein assay (made in Pierce). In addition, it 
compared with a specimen and coincidence using the film (what was obtained by being 
immersed in ethanol for one day after the film of the example 1 in front of gamma irradiation 
was immersed in the sodium hypochlorite with an available chlorine concentration of 1 ,500 ppm 
for two days) which does not contain PVP as positive control. 
[0049] 

[Example 1] (Film production and removal of a residual solvent) It dissolved in 77.7 % of the 
weight of N,N-dimethyIacetamide, and 1 8.0 % of the weight (product made from Amoco 
Engineering Polymers P-1700) of polysulfones and 4.3 % of the weight (BASF A.G. make K90, 
weight average molecular weight 1,200,000) of polyvinyl pyrrolidones were used as the uniform 
solution. Here, the mixing ratio of the polyvinyl pyrrolidone to the polysulfone in a film 
production undiluted solution was 23.9 % of the weight. This film production undiluted solution 
was kept at 60 degrees C, and it was immersed to the coagulation bath which is made to 
breathe out from a spinning port (double annular nozzle 0.1mm - 0.2 mm to 0.3 mm), is made to 
pass a 0.96m air gap, and consists of 75-degree C water with the internal liquid which consists 
of a mixed solution of 30 % of the weight of N,N-dimethylacetamide, and 70 % of the weight of 
water. At this time, from a spinning port to the coagulation bath was surrounded by the 
cylinder-like cylinder, the humidity in a cylinder was controlled and temperature was controlled 
for the nitrogen gas which contained the steam in the cylinder at 51 degrees C 54.5% with the 
sink. Spinning speed was fixed to a part for 80m/. Here, the ratio of the air gap to spinning 
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speed was 0.012m/(a part for m/). The residual solvent in the film was removed after cutting 
the rolled-round thread by washing a 80-degree C hot water shower over 2 hours from the 
cutting plane upper part of a bundle (die length of 300mm, 9200 film numbers), 
[0050] (Desiccation of the humid film and insolubilization processing of PVR) The microwave 
exposure (output of 30kW) of the 30 threads after the above-mentioned residual solvent 
removal (the difference of the water content of the film [ in / water content / of the film of 
300% and a thread core / water content / in the water content of the film of 300% and the 
thread periphery section / the core and the periphery section of 300% and a thread ] is 0%) was 
carried out for 21 minutes. At this time, the water content of a thread was 65% (the difference 
of the water content of the film [ in / water content / of the film of a thread core / in the 
water content of the film of 65% and the thread periphery section / the core and the periphery 
section of 65% and a thread ] is 0%). Then, water content obtained less than 1% of desiccation 
film (thread) by dropping an output and carrying out a microwave exposure (output of 21 kW) for 
4 minutes. Moreover, dehumidification air (10% or less of humidity) was ventilated from the lower 
part of each thread from the lower part of a thread to the upper part at the 8m [/second ] wind 
speed between the time of desiccation initiation, and the time of desiccation termination. At this 
time, the 1m [/second ] wind speed was measured by the thread average from the upper part of 
a thread at the time of desiccation initiation. Furthermore, a part of PVP in the film was 
insolubilized by irradiating the gamma ray of 25kG(ies) at the obtained desiccation film (thread). 
[0051] (Performance-evaluation result) The engine performance of this film is shown in Table 1. 
The engine performance shows the average of the result measured 10 times. When this film was 
used as the module of 2 the effective filtration area of 1.5m and path clearance of beta 2- 
microglobulin was surveyed, it turned out that it is by part for 32mL/, and it became clear that 
it is equivalent to a part for path clearance 32.5mL/computed by having substituted it for the 
formula (6). Furthermore, when this module performed transit measurement of a urea and 
vitamin B12, the path clearance and the permeability of a urea were part 83% for 185mL(s)/, 
respectively. Moreover, about vitamin B12, it was part 48% for 95mL(s)/similarly. Measurement 
is [0042]. It carried out by the same approach. Moreover. 62% of the total amount of PVP in the 
film was insoluble in water. As a result of carrying out a membranous eluting material test, the 
absorbance of effluent test fluid was 0.04 or less. Moreover, since the pit hold-back agent was 
not used, in effluent test fluid, the pit hold-back agent was contained and was not. Furthermore, 
as for this film, compared with the positive control film, the amount of platelet adhesion became 
low (positive control film 43.4 Unit/m2) clear [ that the amount of adhesion of plasma protein is 
also low ] (positive control film 62.5 mg/g). 

[0052] It became clear that this film has very few elution volumes from the film, and there is 
little adhesion of blood protein and a platelet from the engine performance mentioned above. 
Moreover, since the transmission of albumin was excellent also in the path clearance of beta 2- 
microglobulin few, it turned out that it is the film excellent also in the dialysis engine 
performance. Furthermore, since there were few differences of the engine performance of the 
film in the core and the periphery section of a thread compared with the old desiccation 
approach (example 1 of a comparison), dispersion in the engine performance became clear [ few 
things ]. 
[0053] 

[Example 2] The same actuation as an example 1 was performed except having made the 
polyvinyl pyrrolidone in a film production undiluted solution, and having made N.N- 
dimethylacetamide into 78 % of the weight 4% of the weight. The mixing ratio of the polyvinyl 
pyrrolidone to the polysulfone in the film production undiluted solution at this time was 22.2 % of 
the weight. The engine performance of this film is shown in Table 1. It became clear that this 
film has very few elution volumes from the film, and there is little adhesion of blood protein and 
a platelet. Moreover, there was little transmission of albumin, and since excelling also in the 
path clearance of beta 2-microglobulin was suggested, it turned out that it is the film excellent 
also in the dialysis engine performance. Furthermore, since there were few differences of the 
engine performance of the film in the core and the periphery section of a thread compared with 



http://www4.ipdl.ncipi.gojp/cgi-bin/tran_web_cgi.ejje 



2006/09/27 



JP,2003-175320,A [DETAILED DESCRIPTION] 10/14 ^— v 



the old desiccation approach (example 1 of a comparison), dispersion in the engine performance 

became clear [ few things ]. 

[0054] 

[Example 3] The same actuation as an example 1 was performed except having made the 
polyvinyl pyrrolidone in a film production undiluted solution, and having made N,N- 
dimethylacetamide into 77.2 % of the weight 4.8% of the weight. The mixing ratio of the polyvinyl 
pyrrolidone to the polysulfone in the film production undiluted solution at this time was 26.7 % of 
the weight. The engine performance of this film is shown in Table 1. It became clear that this 
film has very few elution volumes from the film, and there is little adhesion of blood protein and 
a platelet. Moreover, there was little transmission of albumin, and since excelling also in the 
path clearance of beta 2-microglobulin was suggested, it turned out that it is the film excellent 
also in the dialysis engine performance. Furthermore, since there were few differences of the 
engine performance of the film in the core and the periphery section of a thread compared with 
the old desiccation approach (example 1 of a comparison), dispersion in the engine performance 
became clear [ few things ]. 
[0055] 

[Example 4] The same actuation as an example 3 was performed except having used the mixing 
solution which turns into internal liquid from 52 % of the weight of N,N-dimethylacetamide, and 
48 % of the weight of water. The engine performance of this film is shown in Table 2. It became 
clear that this film has very few elution volumes from the film, and there is little adhesion of 
blood protein and a platelet. Moreover, there was little transmission of albumin, and since 
excelling also in the path clearance of beta 2-microglobulin was suggested, it turned out that it 
is the film excellent also in the dialysis engine performance. Furthermore, since there were few 
differences of the engine performance of the film in the core and the periphery section of a 
thread compared with the old desiccation approach (example 1 of a comparison), dispersion in 
the engine performance became clear [ few things ]. 
[0056] 

[Example 5] The thread after residual solvent removal (the water content of the film of a thread 
core 300% 300%) [ water content ] After the difference of the water content of the film [ in / in 
the water content of the film of the thread periphery section / the core and the periphery 
section of a thread ] carries out the microwave exposure (output of 30kW) of 30 for 21 minutes 
0% 300%, The water content of a thread is 65% (the water content of the film of the thread 
periphery section 65% 65%). [ the water content of the film of a thread core ] After checking 
that the difference of the water content of the film in the core and the periphery section of a 
thread is 0%, except that stoving was carried out and water content obtained less than 1% of 
thread by putting into the dryer (3m [/second ] circulation wind speed in a dryer) set as 87 
degrees C for 3 hours, the same actuation as an example 1 was performed. The engine 
performance of this film is shown in Table 2. It became clear that this film has very few elution 
volumes from the film, and there is little adhesion of blood protein and a platelet. Moreover, 
there was little transmission of albumin, and since excelling also in the path clearance of beta 
2-microglobulin was suggested, it turned out that it is the film excellent also in the dialysis 
engine performance. Furthermore, since there were few differences of the engine performance 
of the film in the core and the periphery section of a thread compared with the old desiccation 
approach (example 1 of a comparison), dispersion in the engine performance became clear [ few 
things ]. 
[0057] 

[The example 1 of a comparison] The thread after residual solvent removal (the water content 
of the film of a thread core 300% 300%) [ water content ] The difference of the water content of 
the film [ in / in the water content of the film of the thread periphery section / the core and 
the periphery section of a thread ] 300% 30 0% Except that stoving was carried out and water 
content obtained less than 1% of thread by putting into the dryer (3m [/second ] circulation 
wind speed in a dryer) set as 87 degrees C for 7 hours, the same actuation as an example 1 
was performed. This result is shown in Table 2. A difference is in the engine performance of the 
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film in the core and the periphery section of a thread in the permeability of water penetration 
**** PVR, and it became clear that there is dispersion in the engine performance within a 
thread as a result. 
[0058] 

[The example 2 of a comparison] The same actuation as an example 1 was performed except 
there being nothing gamma ray Teru putting. This result is shown in Table 3. It became clear 
that the absorbance of elution test liquid exceeds 0.04 for the elution of PVR. 
[0059] 

[The example 3 of a comparison] The same actuation as an example 1 was performed except 
having made the polyvinyl pyrrolidone in a film production undiluted solution, and having made 
N.N-dimethylacetamide into 77.0 % of the weight 5.0% of the weight. The mixing ratio of the 
polyvinyl pyrrolidone to the polysulfone in the film production undiluted solution at this time was 
27.8 % of the weight. The engine performance of this film is shown in Table 3. Since the mixing 
ratio of the polyvinyl pyrrolidone to the polysulfone in a film production undiluted solution is 
over 27 % of the weight an elution volume and film internal-surface PVR concentration are 
increasing. [0060] 

[The example 4 of a comparison] The same actuation as an example 1 was performed except 
having made the polyvinyl pyrrolidone in a film production undiluted solution, and having made 
N,N-dimethylacetamide into 78.4 % of the weight 3.6% of the weight. The mixing ratio of the 
polyvinyl pyrrolidone to the polysulfone in the film production undiluted solution at this time was 
20.0 % of the weight. The engine performance of this film is shown in Table 3. It became clear 
that the amount of PVR of a film internal surface is less than 30%. 
[0061] 

[The example 5 of a comparison] The same actuation as an example 3 was performed except 
having used the mixing solution which turns into internal liquid from 60 % of the weight of N,N- 
dimethylacetamide, and 40 % of the weight of water. The engine performance of this film is 
shown in Table 3. This film was engine performance for which the permeability of albumin is 
over 0.3%. and the permeability of PVR also exceeds 75%. 
[0062] 

[The example 6 of a comparison] The same actuation as an example 1 was performed except 
having used the mixing solution which turns into internal liquid from 10 % of the weight of N.N- 
dimethylacetamide, and 90 % of the weight of water. The engine performance of this film is 
shown in Table 3. The amount of water penetration of pure water was the engine performance 
which is less than 10mL(s)/(m2 and hr-mmHg). 
[0063] 

[The example 7 of a comparison] The same actuation as an example 1 was performed except 
having made drying temperature into 170 degrees C. The engine performance of this film is 
shown in Table 3. All PVR in the film of this film was insoluble in water. When this film was used 
as the module of 2 the effective filtration area of 1.5m and clinical blood evaluation was carried 
out in accordance with the performance-evaluation criteria of Japanese Society for Artificial 
Organs under a part (film internal-surface side) for blood flow rate 200mL/. and the conditions 
for dialysing fluid flow rate 500mL/(film outside-surface side), the leuco RENIA symptom that a 
dialysis patient's white blood cell count fell temporarily was observed. 
[0064] 
[Table 1] 
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[0065] 
[Table 2] 
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[Table 3] 
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[0067] 

[Effect of the Invention] The film of this invention has very few elution volumes from the film, 
and since it has the outstanding dialysis engine performance with little adhesion of blood protein 
and a platelet, it can be used for a physic application, a medical-application way, and a general 
industrial use way. 
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67/00 



1 

jio 10 

mm. 2 $ fc« 3 {cfs^coi!5g77So 
[ft 6 ] mkfmm^i^(D^^i^^ymts^2^iQ 

y^^Jj^Uv-tc^-r^'KU tol'^DU Fy©Jt**^18 30 
~27afi%T'feS c i:^!|^i:-rsif*^ 1 ~ 6 <DV>-r 

cfc -3 T iy ig ^ n S 4^ S 6 ^ -S. a - ; w 

[00 0 1] 
[00 0 2] 

53-1117 EsS^j^B^tcfettSifiiiSji^fTgg^ «ii 
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>«^^UU-h^> >1^';x;l/4-^>IS. .KUx^byvf:^ 
[0 0 0 3] -15. ll^if«LT*v>a-;l/^ft^-r§ 

rnxm^omimtf^h^fco 

[0 0 0 4] CCDM^tLXU^^K) ti^tlXttcy^m 

/Co 

[0 0 0 5] i&mm.^mmi^mi^^-ric^mtE'it^io 

icmt:f]jii^<ym(ommm^m^^y5mif7r^-^nx\^^ 
x$>^ t Lxi^m^Lrcmwrntimmmmic^^^mm 

[0 0 0 6] ^tz. m(D^mi5mtLx. nm^mzi^ 

Lio^L. ^mx-h^^£ti^^m(DmB^^<'rciblC7i< 

%xti^ih<mmx'&^^tti^^. MJb^e.o^mi^^ffiM 

[0007] !|ts^3ti^ 3 Rtfltl^^S^ 4 (Cti. fgJilg'tt 

^y7-^<>;6'«3iji-r«.ci:;^^p> thx \m%xts v ^ 

c i:;^^^*^§o t fc. ;K 'J e - ;Hf a U F y^^^^ • ^ 
[0 0 0 8] Sfc. !i#i^:i:i^5Jcttifii?g*^iiigig|!ij-r§ 



(3) 

3 

miH^^X'O^^v e^^peau Kyco#ffi$>&2o~5o% 

ic'D\,^xo)mmi-^M\^\ ■ 
[0 0 0 9] ^^m^ii. n&cD'&m^^t^immm^ 

-b 'J ym(Dim^mmmm!i^m^-ric^mLx 

me) ti\ ^mi^Lx^mbtcm-^. ^^co^'b^t 
9^m^<Dm t X'it^=f<o^mmif^^ \:,^ctiim^i}'t 

[00 10] 

mm^m i ] - 27747 o^'j^m 
mt'f^m 2 ] wmw- 11-33298 o^'j^m 
mmt.m 3 ] 8-52331 ^^^^ 
mff^m 4 ] 8-9 6 6 8 

mff:icm5'i #W¥6 -2 9 6 6 8 6^1^^ 

mm:m6'i m^^ms 2 8 1 3 6 4wm 20 
[0011] 

^(Dmiiimtimibx'prj:<. !km^y^^^m'Pskfm(D 

iim^'prjii^^mnrc^^mmcommy^mic^h^x. # 

[0 0 12] 30 

igBj im'ficmQ) ^xtjiij^otzo ^commi^i. m^u 

^m^mx^jLmx&^n^o'&.mmt^mmm^i'p 
MLxm. cn^^m'imt^xsm(om^im^ 

^■r^m^mmt^t\.^ocn^X'icfj:i\ ntsv^-^ 4o 

p.. umm^^MmcLx^mt^ t. ^^o^^b^t 

Amende h^MffiL*|g0^{cM-pfctO-c^^o 50 
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[0 0 13] t^s^h^^mn\t. 4?ijx;i'>t>>3^>-Ku v 

tc^-^^im^mm-^ismic^x^^x. mmm(^m.m-i. 
n^^^^xzwmmicii^x'fiorLt^mWiht^^^ 
^w<Dwmnm\mt^%.(Dxh^o 

[0 0 14] *|§0^i?ti. Jfc. ^ji-r^i:t. cfS* 

[0 0 15] ^etc. *f§BJti. ^^§gi!&ftc7)^^0^ 
7j<^*^20~70%{<::&«^j^T'V-r^Djg^S§*f©tii:'3%ffi 
T^-&§:^\^^V^«-r'i'^D mm^'i^tT' 6 40°C W± 
l20°CJ-;^T®iSficOijPii^jS{c^ D ^ M-r 

-iQ%izt^mM.x<Dm^'^o^ivMiinnmz.^^^^ 

M®^7j<*toll*^~5%J-;(^T-fe;5 c ? p> fciif $ L 

<D]mm^-2mm%X'^^z.tt)m^ li^o *^0^ 

mthXm^^hn^o 5 etc. ^®flfi(Df^cir|.^iSji^3gcD 
tclsbcomt bXt^FQX&^o 
[0 0 16] 

[0 0 17] m^s ^^^^^mmt^mcmh^iin 

mt^i^rs^mnumnc^i^xi.. wmimnt^fzib 

[0 0 18] ^^mxi^^omiimmtit. ^imon 
mi£rm<'rcmc^m}^ x(om7mmxm^cD^^ 

gi557Hcfg46T*3< ^^s-e&^o miimmm-^A.rmm 
icmmm^mmt^cticjfi-oxm'^o^ii^i^^icmu 



(4) 

5 

[0 0 19] mnumitLxit. x^b>'yuD- 

1, 2-7^b>^"U=i-;K 1, 3-:^^l-y^'U3 
-fW 2-7i-y-l. 4-v';i--;K 2-^^;l/- 

2, 4-^>'^i^:t-;K 2-x^;l/-i. 3-^+'^^- 

4?'jxf-uy^~ij:3-;l/2 0 0. .-KUx^^uy^u^- lo 

71/3 0 0. ;}^'JX5^l/yyi;3-;l/4 0 Ol|tO^U3- 
U ■lra-;l/|^{t-&!i%RtfMiSiHi)ifi^xxr;l/ 

mmmit-^mtsi^ifmittDwy:;]^. mm-)- f u 

[0 0 2 0] Sfc. *^B^{cfev^T. «M7j<lT':>ct^* 

Mil* (%) = mm(om%m x 
[0 0 2 2] .-j^u if:^;i/eD'; Kyojijg^ti. jtii-r 

57j<^?g^3fi«%<D3}<Ut!:x;l/trDU (BASFt±^ 
K30. fil¥l^^^fi40.000) tOyy^/^-y^T- 20 
(O.lSmol/U >y h;K pH7.4) 7i<?§?^fCLT. ^i^a- 

;V®A Di± i:mJ±®¥±§£E:^^200minHg{C LfcU^^fi. 

[0 0 2 3] ,S3i7j<«-CF-;^tmS®Sj®M«. .I^UX 
/l/.txyi^viOj (WT^fc r.-KUv-j . 

l^a3?^i:i:t{c2M^4^/X;V*^6i?ttti*-t±. x7:¥^> 
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6 

bJ<M*'« 1 OOmL/ (m' • hr • mmHg) \:X±.X 
l40.000cO^-}<Uti'::i;HfD'J 



[0 0 2 1] tif-im.r}\yf^y<DWMm^t. t:^T©J:^ 
'^'2?i^^^M^loo*^teT/J^s^v^a-;^^f^»■r-So 

c CD >^ a - 37 r jfjpg u fc ^7 'J y^iia^ifiilS 

(^7^U>'5000IU/L (i;>yh;l/) . ^ ^/^^rSJgB.Og/d 

L (x->'j'yh7V) ) ^m^^mm\^w&\ .Qcs^mx-m 
Tie®^ (1) \c{\xLxmm^nm^o 



(I) 



-O-A r-C (CHO 2 - 
-0-A r-SOe -A r- 
[0 0 2 6] .I^U lfx;l'tfnij Ky(ilS^?lcD*.cO!J 

{iSl^J^^^?a900,OOOJ;^±cD.1^'J trx;Hf D U K> 
-r ^ .i^ U t! D U K l/^Ti^'\^)|i7j<fl:^m^ 

900,000cfc D/h^ V^fia¥J^^?lcO>-KU ex;l/bf D U 

K y<Dm¥Xff)^^m^'>^i. < -r 5 i:i^7j<{t:^5!}mA^^+ 

[0 0 2 7] t fc. 4^ U ^3^4^ U i: 4^ 'j 
m^mm-t^^<oxhK). N->{^;v-2-tfDU Fy. 



10 0/ (7£?S®?R)^S) 

[0 0 2 4] p^Umt. M©ffSg|5i:i^affi^ffM?-li: 
St®T'^S*^ l^^®cO?L@«s l^gP^I'^jgMMje 

[0 0 2 5] *igB^-efflv^6ns>Kux;i/*yi^>-K'; V 
-hhx^t. Tiaos (2) . sfcfi^ (3) r-^^n. 

®A rti7^^f5T-0 2fij^©7x::i7l/»^^L. fi^S 

A r-O-A r-SOa -A r- (2) 

(3) 

[0 0 2 8] mmwM^(oif^v^~im.i<i. mm^m 
b< aio~3oMS%T-fe^o ;ii/^ji7j<'Sig>&a^t-^/c 

i6tc(i. ^KU x'-^g;S^i^gv^;^;!)U<. io~25Sa %:>!)"« 
[0 0 2 9] ^5)JcMg^<:i:a.-K'jtrx;i/t?D'; Ky 

40 (OmmXhK). >-KU-7-(C)^-r5>-}<'jex;l/tfci'J F 
ytDrgfOJt*;9^27Sa%J';("F. t < ^410-2721 
%. ?e)ti:ii?$L<«20~27Ml%-efe'5o d^U-x'-fc 
jt^f^'I^U lfx;l/tf D U Fy©iifOi:b^*^27S»%^@ 
X. ^ ^ ?§mS:^)^ii ;^ ^Mlolfc 0 . ^ fcl OS* 

^iLtmrnxh^o ^tc. mm^M. mm^mmm 
[0 0 3 0] umY^tLxit. mx^m; 



50 
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[003 1] ?ill}SOSS{±> -30~90X;. L < (iO 
[0 0 3 2] ^S^«^>&^|S5 10 

[00 3 3] Liy^Lfs-if^. v^^ajgB§*fttfg#7j<* 

^7i<^^^20~70%. J: $ L < «50~70% izf^^m^ 

[0 0 3 4] ^5KcD¥i^#7f<^*^^20~70%. 

•^7j<$ (%) = (A-B) 
[0 0 3 6] ^P.{C. ^^©tta;i:,g|5i:^r|.jga5C>^j^Jg 

[0 0 3 7] x'^^DScDtlitlttiiV^CtAW^bV^ 
S©^7j<^;^j'«20~70%. iif^L<ti50~70%{i::&^^.'i^ 30 

T'-x' Y ^ a e,4ot;j.;<±i20tOT©?gS^®j^® 

^7j<^A^20~70%. L< ti50~70%{c:&S^j^T'© 

So 

[003 8] j!iami^jioiat«. 40'ct^±i2ox;Jii(TT 
5o ]20°C^S^^i;4^Ulfx;l/tfDU Fy«l4*3i 

[0 0 3 9] mkmm\cm.^m}kUyum(DmMm^ 
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* S L< «50~70%{C^5^.'5r-O^^^?;^Ol=',L^gp^^jg 

ai5{c:fett«M®#7j<^£7)M*^5%wrt-efe^ ii tf>\ e 

gl5lC*3tt§M©-t7i<^tDM^5%Wl^{C-r ^ C ilA^oJIg 
{c:}ol/^T'^'/U'5>e>®^<Dl/6<7)|i5H^l/^'5. ^fc, 

to^sgpaitt^ *^^op3Ji5^^6lfffi^<::fel^T^^^*^e>l/6© 

[0 0 3 5] |WlSPS:aS*^e. ^i^r^^^{i:*3tt 

-^7i<^0S*no%J.;^F»9T'^SC LV^o flttm^fiM 

^^^)»§LT*5< i:. *^©4'>ug|3i:^^/aa5£7)#7}<^ 

^OM^iO%l^rt{i:-rSiii:5!)^pItgT-fe5e ccT\ 

7j<^i:«. ^jiifiO*^ (Xa^) oas (A (g) ) 

mmm. ix^m) (omm (b (g) ) t-h u) s 
i D t\nx^}^ e.nsto^u^^o 

XIOO/B (4) 

[0 0 4 0] *^B^r-i^o7j<t<:^^r'feSPVPi:{i. M 
tti©^PVPl^>5.7]<{CRl?g-e£SPVPa^ML§IV^/c:t© 

K^^m^^znmt^z.tti^xt^o ^fc. 7Hicwi§x 

mm- p« 2 - U K yT^^fcJg^Lfctt. 

BL/cft. ±S*^^tf®PVP«^fg^t:^nvh^^7'f 
-■e^M-r^ C ^;{c j; t)7j<JCRl^-efe5PVP^&Sa-rs 

Ctt^X^^o 

[0 0 4 1] ^m<Dmm:^mit. m^imm^^i^rj: 
v^sfflu^ ^ D jg^B^if J: 0 m.m- ^^t t 

$^V^^^-e$)-pT. M7]<cOS7l<fiA^10~l,000inL/ 
(m' ■hr-mmHg) . 2«¥1^^3'?l4G,0GO®.i<iJ kl~x;l/tf 
PU FyiDMji^:^)<75%J-XTT% SO^^ifliifl^fc^b'ttS 

cK®^#^)fc46J<:|f HtiSi: ^nrv^S /52 - 5^ p ^ 
P^'Jy (^^1: 11,800) ^t^7Hi:jiia?-<±^*\ 7' 
}\^y^y C^'^?! : 67,000) ^iiS^/^afjij^S-fi-^V^^ 

m^\zm^7)W^y<r>mwin.^%\:xrxh^o 

7)\'y^y(DmM^^m.'i%^nx^z.t^tWP^\t.^^ 



[0 0 4 2] $fc. |i67j<O)i7j<fi*^10inL/ (m ■hr-mmH 

* (A (%) ) t^z-^^ti^uyvyo^vr^yx 
(B (nL/^) ) tiaty$?.(D^ (5) ic^.t~^Amm 

B (ml/^) =0. 6 3 6 A+29. 
1. 5 m' <D^^mmm0'E:i^:i~M^. lfil?gM*200in 

[00 4 3] jSz-^^n^n^Uy^^Ur^yx 



(6) 1fM2 GO 3- 1.7 5 3 2 0 

10 
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[0 0 4 4] $fc. *%^®S3S73ffiii:j:«3{te.nfc)l 
M(D^tBtltSm^^O®7^fi(i0.04*}iT-feO. K-dMU 

mm^icm^um\^^i^rs^\ ccx\ mmmm^m 
•3 . zc^icmmLTc^m^^^'mi . 5g t mmmm^yKi 

5OinL%0*MM:^c7)ai^ffl:«^^X§g§M^tOT;b:^7 'J m 

ti^Mmicm^t?>:^'^xmmcxn. 7o±5°c-e i 

AX^UgB^ES^-etiS^TtJS^O.lJXTti-r^ 

mm^yt^&ii. mm^nmh^ytm. Rxf^tm^^m 
p vp?ijs imm%) =c. M. 

CCX\ C. : Silii^Mje (%) 

C2 : '<t'^m^mm (%) 

Ml : PVPO^D)iLa->y hco^^^a (111) 
M 2 : 'J y^t- U v-co^ D M ta^ >y h ®^ 

(4 4 2) 
[00 4 7] 

i:iT(Dmmmxn^ tco iscm® ^tJ^^^^c^^ioo 

V yma\^ hi^mfk^mm .om/m^x\5'7^mwM^ 



9 9 (5) 

[0 0 4 5] :^m^commismicj;^oifibntcmii. 

~45afi%t^-fe^o mcoskmrn-^'mcmm^m^ii. m 
mtimt^m\Hmm(Dm7mx^ u ;h^p u 
H> axT. mtc rpvpj ti>\.^o) ^^^-r^^i^UT. 

u !km^y7i^mtmmL^t<. skmiomm^mc 

mtmf]UL^^m(DSff3'pmmct-oxim^L<rj:h^ 
m^^^x^o '^^x. ^^BnxcDmiH^m(D?w(Dm 

mii. 30~40%tDS5H-e3&^?^ $f*L<{i33~40%-efe 

[0 0 4 6] m\^mmo)?\?mmii. j.y^7.mfm=?- 

T'.-^^VA/ (X-ray Photoelectron spectroscopyv J^^TX 

PS) \z^^x\k^-^n^o -r^ib^. ^i^Sffioxps<D 
30 fcft. jimoTj^-esys-T'So r^t)-^. cis.ois.nis. 

T^D. d^'Jx;l'*y^.1^U v-^s (2) ^cD^^jgTS 

X 1 0 0/ (Ci Ml +C2 M2 ) (6) 

=i-;l'T;U+;l'7x^;l^x— r;l/ (^^^M^ttS 



□ 

on 



40 ^ h 'J h yx-100) %^ty*a:t^7j<cf 



50 



L 

m (t^Ts TLDHj i:v^9) ^^mt?>ctic^>omm 
m (m^mw) mzfo commit LxmmLtzo m 
m'i^-&mmtim^/T7.h^y h (^- v y^- • 
•^y/\-<i.'ai:tmim) ^mbtco ^fe. mmm 
tLx?\?^^^Lrj:h^m iymmmommmKDm 
m^ummmi .5ooppm^kmmmmi- f u Ate 2 a 

[0 0 4 8] (ifam^y/-^^K®«») m^oikm^y 
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icmmu 1 .0% ^ -i; U ;H%i!^ h U 
[00 4 9] 

(Ainoco Engineering Polymers^iS! P-1700) 18.0SM 
%. .■KUlf-;Vt^O'J K> (BASF^fehiy K90. SS^J^^ 
>ll,200,00O) A.3M&%^. N.N-->V5^;b7-fe 

gi4*/X;b O.lmi-O.Ziran-O.Siiii) A>P>qtffi*-&, 0.9 

6in©x74^> -y 7°%aii$-&T75''C®7j<:^)^e^§?SH?§ 

'xaatfco com. maij'p^mmm^'c-^Pim'ikom 

p.. fS[®4'®MJt^54.5%. iajgJ&5ir{c3>hD-;l/ 

Lfco ISji^i. 80m/5jHc@^Lfco CCV. f^jifC^-T 
;Sx74i> vT'Otb^ti. 0.012in/ (in/53-) t^'fe-^fco 
#tKofc*^^^?eTti. S (M^300miii.^:*:^9200 30 

[00 5 0] mmm(D^^Rxf?w(D^mitmM) ± 
sB®sj^^ijitsfito5^« (#7K^A^3oo%. ^i^^c^i^ai 

%) 30*^2l53-rB^x'-r^uM.^^*f (ffi;^30kW) L/co c 
®^^ST:\ ^S®^7j<*ti65% (*$tl3;L^g|3cDficD#7j< 
^*^65%. ^mniig|5C011CD^7i<^A^65%. ^M(0^'L^ 

*2ikw) -r § c fctc J; D ^7i<*;^)^ 1 x^mo^mm 

B#. ^^cO±a5;^)>a«^^^^6Bt{<:*5V^-C*^¥i^-eiin 

[00 5 1] (ttigi?{iBiigm) c(Dm(Dm^^m 1 iCTn 50 
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^^itjiffiai -Sm' (7)^ri^'a-;Hi: LT jSa - ^ ^ D ^'d 

^'Ltif^ii^'O. PVP©jiii^>&SC (6) \z{lKLX% 
(±1 L fc ^ U 7 -7 y X32 . SmL/^T- i: ^^Z.t'h'^m^ 

SiS^ti^tl^'tllSSiL/^. 83%Xh'otco ^Tc. tT^ 
^yBis ^<:o^/^-C^i:|l^^<:95mL/^^•. ASXX&^rco ilS 

[0 0 4 2] 2;|pI1i:&^ST-ffofCo $fc. Jl't'O^PV 
Pfi©62%;?3\\ 7j<{C^^-efe-3/co M©^mt/IS^^t 

3.4UnitV) . K-D!km^y^^-!7M(0^Mmi>m^Ct 

ifmibt'trji^rc (^m'iM62.5ing/g) « 
CO 0 5 2] i;i±icmiftciimt'^. ccomii. M^^e 

(D^mmtmisbr'p^j: < . jfii?g^ y^^^M^sk^i^^(Dit 

[0 0 5 3] 

m^Ot^ V TsJlt^yicMt^f^ V t:~x;Vtf D ij K yOM 

mtm^t22.2mm%xh-Drco 1 tc^ 

Tco Sfc. 7;V-fZycDmMmm^-^s<. R-dPz-^ 

m'^cntx(Dm.my5m (Mmii) letter ^pt^^^c 

[0 0 5 4] 

^WM^<D^^ U xjit^yicM-r^^^ V e X7i/vf p u F y 

{c^-r„ L.comit. mt'^comtiiMtimisbr'pfii. ifa 



(8) 
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tCo 

[00 5 5] 

^7 D ^ D >CD ^ U 7 5 y X til ^ c: i: ^"i^it ^ 

/Co ^? ^ScDEt3;Da5i:njag|5}i:felt5MOl4tg® 

MA^cti^T-o^ji^S (Jtl^fi^Ji) letter 'prj:\^^^ 

[00 5 6] 

[^S£M5] y5?§glJ^Sft(7)*m ("g■7J<$;?3^■300%. * 20 

i;^r|./ig|5{i::j3t:)-;SMt7)-t7i<$cDM*^0%) -T^fe^ci:^ 
jS3m/#) Kzmf^Xri^ iD^^j^ LT^7i<^ 

1 %^mo:>^Mm^tci:x^\tmmm \ tnmfm^^ 

tT^/co c®M©'l4tg>&a2(i:^xto c0M^i> M*^?) 30 
[00 5 7] 

i]m.m 1 ] ^mnm^'im^^ {-^ymmm^/o. ^ 40 

$A^300%. ,^^©fl3.L,.g|3^^i.jlg|5(cfett5Mc0^7j<* 
^DMJi^{<:^3^/^T^^^Dtf^L^g|5i:^^jigp^c^3^j■;g,|lcD'l4 
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5i:^:^)^B^5>;^^ii^o/co 
[0 0 5 8] 

[0 0 5 9] 

immi 3 ] S^MI^If cff^.-J^ U If - ;V e D U K y>&5 . 0 
^^1^ £0>-H U x;l/* y{c ji>ff S 'J e a U K y 

©rifni:t^tt27.8aa%-e35-3 fco c(Dm<Dm^^n 3 
epy Ky©ri^qi:h*^^27Ml%^@^Tv^§iOT\ 

[0 0 6 0] 

»S*^o.i^UX;i.*y{c5>fr^>-K'; kr^;H^t3iJ Ky 

ic^sto lll^^®®PVP»*^30%J&T[iI-^TV^S^l^:J5)^ 
0^?.;^)^i:^ofco 
[0 0 6 1] 

[J±fM!l 5 ] iH^mia , N- ^ ^;V7 -fe h 7 ^ K6Gfi 

mm 3 1 mmrmi'^mj^rco c <Dm<Dm'&^m 3 

■To ccD^iti. 7;P:/^yc»Jiii^A^o.3%^@^T43 
K) . S fcPVPcDMJi* 75 % ^^K. S ttilT- ^ ^ /Co 
[0 0 6 2] 

[itK^ye] ^a5taeN,N-v^V^;l/7-feh75 FlOS 

m% t7ii9om.m%t-^^f£^u^m'M^FSh^rciyL9\-ii. n 
ssc^y 1 1 mm^mi'fm o tco c omcDm^^m 3 {ctn 

■To M7j<iOM7j<a*M0inL/ (m'-hr-minHg) ^Tm-S'lS^ 
[0 0 6 3] 

oma. m^<D±r(D?v?tii7}<ic^mvh-Drco ccom 

^W^jgiiMl .Sin' (D^iy:L-Mc LT«?^M200inL 
[0 0 6 4] 

[Si] 



(9) 
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mmm3 




>T<. ^ 'L» rP 






TtijftyrJmtSiS 


TK iR T-i^Bli 




J^F'^S(m m). 


19 5 


19 5 


2 0 1 


2 0 1 


19 0 


19 0 


m^muTzd . 


2 8 0 
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